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the bottom, using chill plates for the body of the roll and sand
for the ends.

The effect of the chill is shown by the sketch  (Kig. 54)  in
which the graphite is represented by the pen dashes.   The depth
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of the chill is determined somewhat by the composition of the
iron,   A deep chill is secured by using a mold with very thick

walls.   The uneven cooling of a roll sometimes causes internal
stress sufficient to crack it,

The chilling effect of the iron mold may be offset if the casting
is removed from the mold while the interior is still molten. This
fact has been made use of in the' manufacture of special, high
grade castings.1
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